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in its unit for 9 days. A new charge forms the 3d unit in the series for the first 3 days, it then becomes the 2d unit, and for the final 3 days is the 1st unit, the object being to enrich the unit as much as possible with pregnant solution before cleaning up, and to have charcoal that is more or less barren at the end of the series to strip the solution before going to the barren sump. The charcoal cake, after being three days in the 1st unit is discharged and burnt and the unit charged with fresh charcoal. The clean up is made by emulsifying the cake and pumping to a plate and frame press, where it is washed, the cake discharged from this being ready for burning. This is done in braziers in the bottom of which a few hot coals are laid and the damp cake shovelled in on top. It needs about 48 hours to consume all the carbon. The ash is then melted down in the usual way, the flux recommended by Edmands being 40-50 parts of borax, 50 of sand and 10 of salt for every 100 pounds of ash.han of gold."
